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CLAIMS: 



1-6. (Canceled) 



7. (Currrcntly ajncndcd) An nnlistatic or anlldust composition coiiiprising a melt blend 



of: 



an aromatic sulfonate compound and a themioplastic polymer, wherein tlic aromatic 
sulfonate compound is represented by the formula: 



{[X+ {Ri)4] -03S}a- 



I 



— G 



1 



-"s 



{SO3- [(Ri)4X+]}b 



v^hcrctn each K.' independently comprises aliphatic or aromatic, substituted or unsubsliluLcd, 
cfirbocyclic orhelerocyclic radicals, eacli X is selected from the group consisting of phosphorus 
and nitrogen: wherein "a" is 0, I or 2, and *'b" is 0, 1 or 2 with the proviso that (a -I- b) is an 
intcficr greater llian or equal to I; is an aromatic group; E comprises a bis(carbonyloxyalkyl) 
polydiorganosiloxane, abis(carbonyloxyaryl) polydiorganosiloxanc, and-an ether linkageooui 
ot her linkage : each Y' iiidepcndcnlly con^priscs hydrogen, a monovalent hydrocarbon group, 
alkcnyl, filly], halogen,; nUix*; and OR, wlierein R is a monovalent hydrocarbon group; *'q" 
represents any integer from and including zero through the number of positions on available 
for substitution; ' represents an integer equal to at least one; *'s" represents an integer equal to 
cither zero or one; and "u*' represents any integer including zero; with the proviso that when E is 
an ether linkage^ then X is phosphorus. 

8, (Original) The composition oFClaim 7, wherein said aromatic sulfonate compound is 
about 2.5 X 1 0'"^ parts to about 6 parts per 100 parts of the thennoplastic polymcr- 
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9. (Oriyiual) The coinpoailion of Claim 7, wherein said thermoplastic polyiner 
comprises a polycarbonate, polyuslercurbonale, polyplienylcnc sulfide, polyclhcriinide, polyester, 
polyi^hcnylcne cthor, polyjihenylene ellier/styrenc polymer blends, polyamidc, polyketonc, 
acrylonilrile-bntadieuc-slyrene copolymer, stja'cnc-aciyloiiiti'ilc copolymer, polyolefin, blends 
thereof, and blends thereof with other materials. 



1 0, (Original) The composition of Claim 7, wherein the aromatic sulfonate compound is 
scleclcd from the gi'oup of formulas consisting of: 



[P^(C4lIs,)4]n SO3' 



OCH^ 




n^Ci5ll3i 

SO3" [P^(C4H9)4] 




;SOj" (C4ll9)4P\ SO3' (C4H9)4P^ 



wherein *'a" has a value of about zero or one, can occupy an ortho or a para position on the 
aromatic ring, and is independently selected from the group consisting of Ce to C20 linear and 
branched alkyl radicals; and 



CIIj 



i 



CU. 



^^^S03"KC4Ho)4P^] 



,0 



0-Si — (€^2)30-^^^^^^ 



O 



n' 



whci cin "n**''has a value of about 7, and mixtures thereof. 



1 1 . (Orifiinal) A molded or blown article comprising tlie composition of Claim 7. 



] 2. (Original) A coating composition comprising the composition of Claim 7, 
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1 3. (Original) A film comprising the composition of Claim 7. 

1 4. (Original) A fiber comprising the composition of Claim 7. 

1 5. (Original) A fabric comprising the fiber of Claim 14. 
16-47. (Qincelesa) 
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